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Description 

Ink Jet Recording Paper 

Technical Field 
This invention concerns ink jet recording paper and, 
more specifically, it relates to ink jet recording paper 
having a high ink absorption speed compatible with high 
speed ink Jet printers and high ink coloring density. 

Background Art 

An ink jet recording system is a system of forming 
fine liquid droplets using an aqueous ink and blowing them 
to a recording medium by various methods to form images . 
Demand for the ink jet recording system has been increased 
remarkably in recent years because it does not result in 
unpleasant odor of an organic solvent due to the use of an 
aqueous ink, generates less noises and requires low running 
cost. Particularly, since color printing can be conducted 
easily in homes, simple printing at a personal level 
including printing for new year's cards is enabled. 

However, the ink jet recording system involves a 
significant drawback when adopted industrially in that a 
printing speed is limited. That is, for attaining high 
speed color printing, a plurality kinds of inks have to be 
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ATTACHMENT A 



absorbed instantly after the inks have been blown to the 
recording medium. When the absorbing speed is low, blotting 
may occur or succeeding ink is blown and mixed before the 
ink blown precedingly has been absorbed, failing to obtain 
clear coloring. 

In order to improve the ink absorption speed, various 
proposals have been made for recording paper in which a 
water absorbing substance is mixed in a coated layer. For 
example, Japanese Patent Laid-Open No. 34481/1999 discloses 
recording paper using gelatin material as a binder in a 
coated layer and Japanese Patent Laid-Open No. 34484/1999 
discloses a recording material using a filler of good ink 
absorption . 

However, when the paper is produced by such a coating 
system, the cost is inevitably increased. Accordingly, for 
producing high performance ink jet recording paper at a 
reduced cost, a non-coated type recording paper that can be 
manufactured in one step not by way of a coating step is 
desirable . 

The non-coated type recording paper is generally 
marketed as wood free paper type or common paper type. In 
ink jet recording paper of marketed common paper type, an 
excessive sizing agent is incorporated in order to overcome 
spread of letters upon letter printing, which lowers the 
ink absorption speed. Such recording paper can provide a 
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sufficient performance when used in printing only for the 
letters by a high speed ink jet printer, but images are 
blotted failing to obtain clear images when conducting 
multi-color printing. 

Disclosur e of Invention 
In view of the above, this invention has been 
accomplished with an aim of providing ink jet recording 
paper having a high ink absorption speed compatible with 
high speed ink jet printers and giving high ink coloring 
density* 

The present inventors have made an earnest study on 
the material used for the ink jet recording paper and, as a 
result, have found that an ink jet recording paper having 
high ink absorption speed and high coloring density can be 
obtained by using certain type of pulp as the fiber 
material for the paper . 

That is, the ink jet recording paper according to this 
invention is characterized by using mercerized pulp as the 
fiber material. 

In this invention, the mercerized pulp may be used 
alone as the fiber material for the paper, or the 
mercerized pulp may be used in admixture with other pulp. 

The mercerized pulp used in this invention means pulp 
prepared by immersing pulp obtained by a usual bleaching 
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method such as a kraft pulp±ng or sulfite pulping method in 
a strong alkali solution and then thoroughly washing the 
same with water for removing residual alkali. It has been 
known that such mercerized pulp develops characteristics 
such as increase in the hygroscopic amount and increase in 
the strength of short fibers because of leaching of hemi- 
cellulose in the cellulose pulp. Further, since most of 
hydroxyl groups in the cellulose are substituted with 
sodium by the alkali treatment, fibers are less hydrogen 
bonded and, as a result, paper using the mercerized pulp 
forms bulky and low density paper. 

However, it has not been reported so far at all that 
the paper using such mercerized pulp has a high ink 
absorption speed compatible with high speed ink jet 
printers and that the paper can be used as ink jet 
recording paper having high ink coloring density. 

The ink jet recording paper according to this 
invention has no requirement of applying coating for 
improving the ink absorption since the paper itself has 
excellent ink absorption speed and can be used as non- 
coated type ink jet recording paper. However, coating may 
be applied optionally to such an extent as not hindering 
the ink absorption of paper itself. 

Best Mode for Car rying O ut tbft Tn vention 
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For the material of the mercerized pulp used in this 
invention, all materials for pulp including hardwood or 
softwood material or non-wood material can be used with no 
particular restriction. As specific pulp materials, those 
generally used as paper making fibers including hardwood 
unbleached kraft pulp (LUKP), hardwood bleached kraft pulp 
(LBKP), softwood unbleached kraft pulp (NUKP), softwood 
breached kraft pulp (NBKP), softwood bleached sulfite pulp 
(NBSP), thermomechanical pulp (TMP) , linen pulp, bamboo 
pulp, straw pulp, kenaf pulp and the like can be used alone 
or as a mixture of them. 

In this invention, use of the mercerized pulp as the 
fiber material for the paper is essential and the ratio of 
use thereof is from 10 to 100% by weight based on the 
entire fiber material. That is, the mercerized pulp may be 
used alone or the mercerized pulp may be used in admixture 
with non-mercerized pulp (not alkali treated pulp). In the 
case of mixed use, the ratio of using the mercerized pulp 
is 10% by weight or more in the entire fiber material. As 
the material for the non-mercerized pulp, one or more of 
the pulp materials described above can be blended for use 
and, in addition, synthetic fibers such as synthetic pulps, 
rayon, vinylon, nylon, polyester and the like can also be 
used optionally. 

Further, for improving the ink jet recording 



adaptability of the paper such as ink coloring or ink 
absorption, known inorganic materials or organic materials 
conventionally used in the ink jet recording paper can 
optionally be used. Specifically, as the inorganic 
material, precipitated calcium carbonate, heavy calcium 
carbonate, kaolin, talc, calcium sulfate, barium sulfate, 
titanium oxide, zinc oxide, zinc sulfide, zinc carbonate, 
satin white, aluminum silicate, magnesium silicate, 
synthetic amorphous silica, silica sol, colloidal silica, 
alumina sol, colloidal alumina, boehmite, pseudo boehmite, 
aluminum hydroxide, aluminum and the like can be used. On 
the other hand, the organic material can include, for 
example, PVA, gelatin, glue, polyvinyl pyrrolidone, water 
soluble cellulose derivative, styrene/butadient copolymer, 
water-proof water soluble polymer, methyl methacrylate/ 
butadiene copolymer and the like. 

As the method of using the inorganic material and 
organic material described above, an internal addition 
method of making paper by mixing the same to the fiber 
material before paper making, a method of mixing with a 
size press solution during paper making process and coating 
on the paper or a method of coating by a coating machine 
after paper making can be adopted. It should avoid such a 
formulation as extremely lowering the ink absorption speed 
of the paper in the case of adopting any method and using 
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any material. That is, when a coating solution, to which a 
binder or the like is blended in excess, is coated on the 
surface of the paper, the ink absorption speed is lowered 
to result in blotting at a place where inks are blown in 
stack. Further, since it is desirable for a non-coated type 
paper that can be manufactured in one step in view of the 
cost, it is preferred to adopt the internal addition method 
or the method of mixing with a size press solution and 
coating on the paper. 

Further, a sizing agent or wax may be added into the 
fiber material optionally in order to reduce the spread of 
letters upon letter printing, but it should not be added to 
such an amount as hindering the ink absorption of the 
paper. This is because clear images can no more be obtained 
in a case of excess addition since the succeeding ink flies 
to the recording paper before the previous printed ink is 
dried, and these inks are mixed. 

Furthermore, in addition to the materials described 
above, a fluorescent whitener for making the printing 
finishing satisfactory or an antistatic agent for 
preventing generation of static electricity upon sheet 
feeding can also be used. 

Since the inks used in the ink jet printers are 
generally water soluble inks , paper having a property of 
absorbing water at high speed may be used as the paper 



having a high speed absorption for ink jet printer ink. 

As an index for representing the water absorbing speed 
of paper, degree of size defined in JIS P 8122 (test method 
for Stfickgt sizing of paper) has been known and it is 
generally desired that the ink jet recording paper has a 
degree of size of 5 sec or less. 

As another index for representing the paper water 
absorbing speed, there can be mentioned "Method for 
Determining the Liquid Absorbability of Paper and Board 
(Bristow's Method)" according to J. Tappi No. 51-87. The 
Bristow's method is a method adopted frequently as a method 
of evaluating the high speed absorption of paper in a short 
period of time, which is known as a particularly suitable 
method of evaluating the absorbability of paper with weak 
size. When the water absorbing speed of the ink jet 
recording paper according to this invention is evaluated by 
the Bristow's method, the liquid transfer length is found 
to be 100 mm or less when distilled water has been set at 

50 liL in a head box of 1 mm slit width and 15 mm slit 
length and the moving speed of a test specimen has been set 
to 5.0 mm/sec, and the ink jet recording paper according to 
this invention shows excellent water absorbing speed 
compared with common paper or paper used exclusively for 
ink jet recording paper marketed at present. 

The result of evaluating the coloring density and the 
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water absorbing speed of the ink is shown below referring 
to examples of this invention and comparative examples, 
wherein "parts" and "%" mean parts by weight and % by 
weight . 

< Evaluation for Coloring Density (1) > 

Handmade paper obtained in the Examples 1 and 2, and 
Comparative Examples 1 and 2 described below were applied 
with solid printing by each of mono-color inks of cyan, 
magenta and yellow ("BCI-21 Color", manufactured by Canon 
Inc.) and Black ("BCI-21 Black", manufactured by Canon 
Inc.), respectively, by using an ink jet printer ( M BJC-420" 
manufactured by Canon Inc. ) , and the results of measuring 
the coloring density using a densitometer ("MODEL No. 1155" 
manufactured by Macbeth Co.) are shown in Table 1. 

[Example 1] 

LBKP of hardwood material was used and the pulp was 
dispersed into an aqueous 10% solution of sodium hydroxide 

to a pulp concentration of 5%, and then immersed at 20°C for 
one hour to apply an alkali treatment to prepare mercerized 
pulp. Handmade paper of 100 g/m 2 was prepared by using the 
pulp. 

[Example 2] 
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The mercerized pulp prepared, in Example 1 was beaten 
so as to be 400 mL (milliliter) C. S. F . and handmade paper 
of 100 g/m 2 was prepared by using the pulp. 

[Comparative Example 1] 

LBKP of hardwood material used in Example 1 was used 
as it was without alkali treatment to prepare handmade 
paper of 100 g/m 2 . 

[Comparative Example 2] 

The pulp used in Comparative Example 1 was beaten so 
as to be 4 00 mL C. S. F. and handmade paper of 100 g/m 2 was 
prepared by using the pulp. 



Table 1 





Hardwood 
material (LBKP) 


Cyan 


Magenta 


Yellow 


Black 


Example 1 


Alkali 
treated 


Not 

beaten 


1.32 


1.42 


1.27 


1.23 


Comp. 
Example 1 


Not 

treated 


Not 

beaten 


1.17 


1.19 


1.14 


1.10 


Example 2 


Alkali 
treated 


400 mL 
C.S.F. 


1.30 


1.29 


1.23 


1.20 


Comp. 
Example 2 


Not 

treated 


400 mL 
C.S.F. 


1.22 


1.21 


1.12 


1.15 



< Evaluation for Coloring Density (2) > 

Handmade paper obtained in Examples 3 and 4, and 
Comparative Examples 3 and 4 described below were applied 
with solid printing by using an ink jet printer in the same 
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manner as in the evaluation for coloring density (1), and 
the results of measuring the coloring density are shown in 
Table 2. 

[Example 3] 

LBKP of hardwood material was used and the pulp was 
dispersed into an aqueous 10% solution of sodium hydroxide 

to a pulp concentration of 5%, and then immersed at 20°C for 
two hours to apply an alkali treatment to prepare 
mercerized pulp. Handmade paper of 100 g/m 2 was prepared by 
using the pulp. 

[Example 4] 

The mercerized pulp prepared in Example 3 was beaten 
so as to be 400 mL C. S. F. and handmade paper of 100 g/m 2 
was prepared by using the pulp. 

[Comparative Example 3] 

LBKP of hardwood material used in Example 3 was used 
as it was without alkali treatment to prepare handmade 
paper of 100 g/m 2 . 

[ Comparative Example 4 ] 

The mercerized pulp used in Comparative Example 3 was 
beaten so as to be 400 mL C. S. F. and handmade paper of 



100 g/m 2 was prepared by using the pulp. 



Table 2 





Hardwood 
material (LBKP) 


Cyan 


Magenta 


Yellow 


Black 


Example 3 


Alkali 
treated 


Not 

beaten 


1.30 


1.45 


1.27 


1.23 


Comp . 
Example 3 


Not 

treated 


Not 

beaten 


1.18 


1.23 


1.11 


1.11 


Example 4 


Alkali 
treated 


400 mL 
C.S.F. 


1.29 


1.32 


1.22 


1.19 


Comp . 
Example 4 


Not 

treated 


400 mL 
C.S.F. 


1.23 


1.25 


1.14 


1.17 



< Evaluation for Coloring Density (3) > 

Handmade paper obtained in Examples 5 and 6 , and 
Comparative Examples 5 and 6 described below were applied 
with solid printing by using an ink jet printer in the same 
manner as in the evaluation for coloring density (1), and 
the results of measuring the coloring density are shown in 
Table 3. 

[Example 5] 

NBSP of softwood material was used and the pulp was 
dispersed into an aqueous 10% solution of sodium hydroxide 

to a pulp concentration of 5%, and then immersed at 20°C for 
two hours to apply an alkali treatment to prepare 
mercerized pulp. Handmade paper of 100 g/m 2 was prepared by 
using the pulp. 
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[ Example 6 ] 

The mercerized pulp prepared in Example 5 was beaten 
so as to be 400 mL C. S. F. and handmade paper was 100 g/m 2 
was prepared by using the pulp. 

[Comparative Example 5] 

NBSP of softwood material used in Example 5 was used 
as it was without alkali treatment to prepare handmade 
paper of 100 g/m 2 . 

[Comparative Example 6] 

The mercerized pulp used in Comparative Example 5 was 
beaten so as to be 400 mL C. S. F. and handmade paper of 
100 g/m 2 was prepared by using the pulp. 



Table 3 





Softwood 
material (NBSP) 


Cyan 


Magenta 


Yellow 


Black 


Example 5 


Alkali 
treated 


Not 

beaten 


1.41 


1.52 


1.34 


1.28 


Comp. 
Example 5 


Not 

treated 


Not 

beaten 


1.21 


1.20 


1. 15 


1 .10 


Example 6 


Alkali 
treated 


400 mL 
C.S.F. 


1.32 


1.33 


1.27 


1.21 


Comp. 
Example 6 


Not 

treated 


400 mL 
C.S.F. 


1.26 


1.25 


1.19 


1.16 



< Evaluation for Water Absorbing Speed > 

Water absorbing speed was evaluated for the paper 
obtained in the following Examples 7 and 8 and Comparative 
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Examples 7 and 8, using the liquid transfer length obtained 
by "Bristow's Method" (J. Tappi No. 51 - 87) as the index 
for representing the water absorbing speed. In this test 
method, a head box supplied with a known amount of liquid 
is brought into contact with a test specimen (paper) under 
movement at an arbitrary constant speed, the liquid is 
completely absorbed through the slit of the head box to a 
paper surface and the length of the transfer trace (mm) 
left by the liquid till all the liquid is transferred to 
the paper surface is measured- As the length is shorter, 
the liquid absorption of paper is better. As a measuring 
instrument, a dynamic permeation tester (manufactured by 
Toyo Seiki Seisakusho Co.) was used, in which 50 \xL of 
distilled water (dye for providing distilled water with 
visible effect was mixed within such a range of 
concentration as giving no effect on the angle of contact 
of distilled water (0.1%)) was supplied to the head box of 
1 mm slit width and 15 mm slit length, and the liquid 
transfer length (mm) was measured when setting the moving 
speed of the test specimen to 2.5, 5.0, 12,5 and 25.0 
mm/sec respectively. The results of measurement are shown 
in Table 4 . 

[Example 7] 

30 parts by weight of marketed mercerized pulp 
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("SULFATATE HJ 11 , manufactured by Rayonier Co. in USA) , 40 
parts of NBKP not alkali treated and 30 parts by weight of 
LBKP not alkali treated were mixed and the pulp mixture was 
beaten to a beating degree of 500 mL C. S. F. and paper of 
80 g/m 2 was made by an ordinary method in a Fourdrinier 
paper machine* 

[Example 8] 

45 parts by weight of marketed mercerized pulp 
("SULFATATE HJ"), 35 parts of NBKP not alkali treated and 
20 parts by weight of LBKP not alkali treated were mixed 
and the pulp mixture was beaten to a beating degree of 500 
mL C. S. F. and paper of 80 g/m 2 was made by an ordinary 
method in a Fourdrinier paper machine. 

[Comparative Example 7] 

As common paper for use in ink jet recording, marketed 
wood free common paper ( "KA4250NP" , manufactured by Seiko- 
Epson Co,) was used. 

[Comparative Example 8] 

As paper of good absorption used exclusively for ink 
jet recording, marketed super fine exclusive use paper 
( "MJA4SP1" , manufactured by Seiko-Epson Co.) was used. 



Table 4 





2.5 mm/ sec 


5.0 mm/sec 


12.5 mm/sec 


25.0 mm/sec 


Example 7 


35.5 


49.0 


63.0 


91.0 


Example 8 


27.5 


32.5 


42.0 


54.0 


Comp. 
Example 7 


335.0 


391.5 


443.5 


459.0 


Comp. 
Example 8 


106.0 


112.5 


125.5 


132.0 



From the results In Table 1 to Table 4 r the followings 
were found. 

(a) The paper according to this invention using the 
mercerized pulp formed by applying the alkali treatment to 
the pulp is improved with the coloring density of ink for 
use in ink jet printer compared with paper using non- 
mercerized pulp. 

(b) Improvement of the ink coloring density is recognized 
for inks of all colors served for the test. 

(c) Also in a case of using beaten pulp, paper using the 
mercerized pulp provided higher coloring density than that 
using the non-mercerized pulp. 

(d) In a case of measuring the liquid transfer length when 
the moving speed of a test specimen is set to 2.5 to 25.0 
mm/sec by "Bristow's Method" as defined in J. TAPPI No. 51 

87, the paper according to this invention using the 
mercerized pulp shows the liquid transfer length of 100 mm 
or less at any moving speed and has excellent ink 
absorption speed compared with marketed ink jet recording 
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paper . 



Industrial Applicability 
As can be seen from the descriptions above, the ink 
jet recording paper according to this invention using the 
mercerized pulp as the fiber material can provide recording 
paper having high ink absorption speed compatible with high 
speed ink jet printers and exhibiting high ink coloring 
density. 

Further, since the paper itself has excellent ink 
absorption speed, there is no requirement for applying 
coating for improving the ink absorption and the paper can 
be used as non-coated type ink jet recording paper. 



Claims 



1. An ink jet recording paper characterized by using 
mercerized pulp as a fiber material. 

2. The ink jet recording paper according to claim 1 
characterized in that the ratio of the mercerized pulp used 
is from 10 to 100% by weight of the entire fiber material. 

3. The ink jet recording paper according to claim 1 or 2 
characterized in that a liquid transfer length in the 
Bristow's method according to J. Tappi No, 51 - 87 is 100 

mm or less, when distilled water has been set at 50 \xL in a 
head box of 1 mm slit width and 15 mm slit length and the 
moving speed of a test specimen has been set to 5.0 mm/sec. 
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Abstract 



An ink jet recording paper capable of compatible with 
high speed ink jet printers is provided. By using, as a 
fiber material, mercerized pulp obtained by applying an 
alkali treatment to pulp, an ink jet recording paper of 
high ink absorption speed and high ink coloring density is 
formed. Since the paper itself has excellent ink absorption 
speed, there is no requirement for applying coating for 
improving the ink absorption and it can be used as non- 
coated type ink jet recording paper. 



- 19 - 



^ • 'i ^} ^ ^ >. 

Rev. 11-3/98 / ' ~" ° Effective October 1997 

DECLARATION AND POWER OF ATTORNEY FOR U.S. PATENT APPLICATION 

( ) Original ( ) Supplemental ( ) Substitute (X) PCT ( ) Design 

As a below named inventor, I hereby declare that: my residence, post office address and citizenship are as stated below next 
to my name; that I verily believe that I am the original, first and sole inventor (if only one name is listed below) or an original, first and 
joint inventor (if plural inventors are named below) of the subject matter which is claimed and for which a patent is sought on the invention 
entitled: 



Title: Ink Jet Recording Pape 



of which is described and claimed in: 
( ) the attached specification, or 

( ) the specification in the application Serial No filed ; , 

and with amendments through (if apolicable), or . 

(X) the specification in International Application No. PCT/ JPCTO/01055^ % ffled February 24, 2006 ^ as amended 

on (if applicable). 

I hereby state that I have reviewed and understand the content of the above-identified specification, including the claims, as amended 
by any amendments) referred to above. 



IH£knowledge my duty to disclose to the Patent and Trademark Office all information known to me to be material to patentability as 
* djfned in Title 37, Code of Federal Regulations, §1.56. 

I ffireby claim priority benefits under Title 35, United States Code, §119 (and §172 if this application is for a Design) of any application^) 
f6t patent or inventor's certificate listed below and have also identified below any application for patent or inventor's certificate having 
affifng date before that of the application on which priority is claimed: 



% l COUNTRY 


APPLICATION NO. 


DATE OF FILING 


PRIORITY 
CLAIMED 


^ JAPAN * 


11-57793 S 


March 5, 1999 ^ 
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y s JAPAN 


11-356916 ^ 


December 16, 1999 


Yes 


UJ JAPAN 


2000-34849 ^ 


February 14, 2000 


Yes 



























I hereby claim the benefit under Title 35, United States Code, §120 of any United States application^) fisted below and, insofar as the 
subject matter of each of the claims of this application is not dislcosed in the prior United States application in the manner provided by 
the first paragraph of Title 35, United States Code, §112, 1 acknowledge the duty to disclose information material to patentability as defin- 
ed in Title 37, Code of Federal Regulations, §1.56 which occurred between the filing date of the prior application and the national or 
PCT international filing date of this application. 
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ATTACHMENT B 



And I hereby appoint John T. Miller, Reg. No. 21,120; Michael R. Davis, Reg. No. 25.134: Matthew M. Jacob, Reg. No. 25.154: 
Jeffrey Nolton, Re g. No. 25.408.1 Warren M. Cheek, Jr., Res^No, -33.367: Nils E. Pedersen, Reg. No. 33.145 and Charles R. Watts, 
Reg. No. 33.142. w ho together constitute the firm of WENDEROTH, LIND & PONACK, L.L.P., attorneys to prosecute this application 
and to transact all business in the U.S. Patent and Trademark Office connected therewith. 

I hereby authorize the U.S. attorneys named herein to accept and follow instructions from 

OMATA & SHIMIZU PATENT OFFICE a s to any action to be taken in the U.S. Patent and Trademark Office 

regarding this application without direct communication between the U.S. attorneys and myself, in the event of a change in the persons 
from whom instructions may be taken, the U.S. attorneys named herein will be so notified by me. 



Send Correspondence to 



Direct Telephone Calls to: 



WENDEROTH. LIND & PONACK . L.L.P. 
2Q33 K _Street N.W.. Suite 800 
Washington, DC 20006 



WENDEROTH, LIND & PONACK, L.L.P. 
Area CodeigC^raL^OO"" 

Direct Facsimile Messages to: 
Area Code (202) 721-8250. 
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FAMILY NAME FIRST GIVEN NAME SECOND GIVEN NAME 
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[Residence & 
Citizenship 


CITY STATE OR COUNTRY COUNTRY OF CITIZENSHIP 
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- -Post Office 
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" Mull Name of 
^econd Inventor 
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Residence & 
Citizenship 


CITY STATE OR COUNTRY COUNTRY OF CITIZENSHIP 
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Third Inventor 


FAMILY NAME FIRST GIVEN NAME SECOND GIVEN NAME 


Residence & 
Citizenship 


CITY STATE OR COUNTRY COUNTRY OF CITIZENSHIP 


Post Office 
Address 


ADDRESS CITY STATE OR COUNTRY ZIP CODE 


Full Name of 
Fourth Inventor 


FAMILY NAME FIRST GIVEN NAME SECOND GIVEN NAME 


Residence & 
Citizenship 


CITY STATE OR COUNTRY COUNTRY OF CITIZENSHIP 


Post Office 
Address 


ADDRESS Cm STATE OR COUNTRY ZIP CODE 
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Full Name of 


FAMILY NAME 


FIRST GIVEN NAME 


SECOND GIVEN NAME 


Fifth Inventor 








Residence & 


CITY 


STATE OR COUNTRY 


COUNTRY OF CITIZENSHIP 


Citizenship 








Post Office 


ADDRESS 


CITY 


STATE OR COUNTRY ZIP CODE 


Address 










Full Name of 


FAMILY NAME 


FIRST GIVEN NAME 


SECOND GIVEN NAME 


Sixth Inventor 








Residence & 


CITY 


STATE OR COUNTRY 


COUNTRY OF CITIZENSHIP 


Citizenship 








Post Office 
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Full Name of 


FAMILY NAME 


FIRST GIVEN NAME 
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ost Office 
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0 1 1 further declare that all statements made herein of my own knowledge are true, and that all statements on information and belief are 
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punfshable by fine or imprisonment, or both, under Section 1001 of Title 18 of the United States Code, and that such willful false 
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